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Description 

The invention relates to a method as defined in the first part of Claim 1 and to an apparatus only for 
carrying out said method as defined in the first part of Claim 20. 
5 Such a method and such an apparatus are described in GB— A— 1 526 722. 

In spite of the advantages of said known method and apparatus, the laminate manufactured according 
thereto may have an unsatisfactory rigidity, low temperature tear strength and sealability. 

In view of this prior art, it is the object of the invention to provide a laminate having an improved 
rigidity, an improved tear strength and an improved sealability. 
w Another object of the invention is to provide a laminate which is suitable for use in the production of 
heavy duty sacks, e.g. sacks for Portland cement. 

A further object of the invention is to provide a laminate having an increased yield-point and improved 
anti-creep properties. 

In view of these objects, the invention provides the method steps as claimed in Claim 1 and for carrying 

15 out these method steps the features of the apparatus of Claim 20. 

Some of these method steps are already known through GB— A— 1 169 661; according to this 
pub ication, a sheet material is heat-treated whereby shrinkage is controlled during heating. This 
publication, however, refers to the manufacture of non-woven fabrics which are made from fibres, whereby 
said heat treatment improves the entanglement of said fibres. 

20 According to the main aspect of the invention, the biaxially oriented laminate is subjected to a heat 
treatment while at least 7% shrinkage of the laminate at least in its transverse direction are allowed; the 
heat treatment is effected by contacting the laminate in a longitudinally pleated state with a hot body the 
pleating is adjusted in such an extent that it becomes eliminated by said shrinkage in the transverse 
direction of the laminate. 

25 The invention is based on the discovery that the relatively thin zones of the transversely stretched 
laminates are overstretched and that the material in these zones exhibit a pronounced tendency to contract 
when heated to an elevated temperature. Consequently, variations in the thickness of the laminate tend to 
De reduced or almost eliminated during such a heat treatment 

It is preferred to effect a shrinkage of at least 12% in the transverse direction. 

30 The heat treatment may be effected in an oven but in practice it is preferably effected by contacting the 
laminate with the surface of a heated body because the transverse contraction of the laminate will then 
occur under more controlled conditions. The heated body is preferably a heated roller. 

In order to reduce the friction between the laminate under contraction and the heated roller and thus 
permit that the transverse contraction becomes almost fully even over the width of the laminate, the heat 

35 treatment is advantageously effected by contacting a longitudinally pleated laminate with said heated 
roller. It should be mentioned that a transverse contraction of the laminate may take place after it has left 
the heated roller but the spontaneous tendency to contract is most pronounced at the start of the heat 
treatment, i.e., while the laminate is in contact with the heated roller. 

If the transversely stretched waved laminate is allowed to expand due to its inherent elastic recovery 

40 properties bfore it is subjected to the heat treatment, irregular pleats may be formed and consequently the 
thermally induced transverse contraction also becomes irregular. Therefore, it is preferred to introduce the 
laminate onto the heated roller while it still has the waved configuration obtained during the last transverse 
stretching step. The laminate preferably is allowed to contract longitudinally during said last transverse 
stretching step. This effect is achieved by keeping a low tension while feeding the laminate into the last 

45 transverse stretching device (usually a pair of grooved rollers). 

This longitudinal contraction improves puncture and tear strength and further improves the form 
stability of the final product. 

When the means for transversely stretching the laminate comprise at least one pair of intermeshing 
grooved rollers, one or more conveyor rollers are preferably arranged between the last pair of 

so intermeshing grooved rollers and the said heated roller, the adjacent rollers in said assembly being in so 
close proximity to one another that the film is supported by a roller surface during substantially ail of its 
travel from the last pair of grooved rollers to the heated roller. 

The transverse contraction should preferably be combined with a longitudinal contraction and said 
longitudinal contraction should be as complete as possible at the annealing temperature used. Therefore, 

55 the longitudinal tension in the laminate should preferably be adjusted to a minimum at its introduction 
onto the hot roller and at the take-off from the hot roller or rollers. 

However, when a pleated laminate contacts the hot roller under low tension, air bubbles may be 
entrapped between said laminate and the roller surface and such air bubbles may lead to an uneven 
shrinkage. 

so In a preferred embodiment of the method of the invention such entrapped air bubbles are removed by 
squeezing while allowing the laminate to slide along the surface of the hot roller. This can be achieved in a 
simple manner by lightly pressing, e.g. by means of a counter roller, the laminate against the surface of the 
hot roller. More efficiently, however, the entrapped air bubbles are removed by subjecting the laminate to 
vibrations comprising short intervals during which the laminate is forced against the surface of the hot 

65 roller, e.g. by means of a counter roller which is oscillating relative to the hot roller. 
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The counter roller is preferably one of the above mentioned transfer rollers. 
A second aspect of the invention relates to a particularly advantageous combination of material 
composition, stretching conditions and a heat treatment. 

The method according to this aspect comprises forming a laminate comprising at least two layers of a 

5 thermoplastic polymer material, each layer having a fibrillar grain structure providing a predominant 
direction of splittabilty in each of said layers, the layers being bonded to one another with the said 
predominant directions of splittability transverse to each other, and biaxially orienting the molecules of 
said layers by stretching the layers in substantially uniaxial steps, wherein the thermoplastic polymer 
material consists of a blend of 40—85% by weight of polypropylene and 60—15% by weight of a lower 

w melting or amorphous admixture which a) mainly consists of polyethylene incl. copolymers thereof, b) 
exhibits substantially the same or a higher elongation at break than the said polypropylene when tested at 
room temperature under slow stretching, (c) has a modulus of elasticity which at room temperature is 
equal to or lower than that of a blend of 90% polyethylene of a density of 0.95 and 1 0% EPR containing 25% 
ethylene and 75% propylene, wherein at least the last 25% of the biaxial stretching, measured on the area 

is increase, is carried out below 50°C, and wherein the biaxially oriented laminate is subsequently heat 
treated at a temperature higher than 50°C, preferably at least 70°C. 

By the extrusion of the base films for the laminate, the polypropylene will crystallize (as established by 
electron microscopy) in the form of fibrils having a diameter of from about 0.5 to 2 microns while the softer 
polymeric admixture will form a coat on and embedment for these stiffer fibrils. It is well known that 

20 polypropylene begvns to recrystallize at 50— 60°C, whereby the stiffness of the fibrils generally increases. In 
the combination defined above this stiffening is highly advantageous. 

The feature that biaxial stretching (or at least the last part thereof) is carried out at a lower temperature 
even though the stiffening of the fibrils is desirable, might appear to be an unnecessary complication, but in 
actual fact this sequence of steps has been found to be very advantageous. 

25 Similar to what is described in connection with the first aspect of the invention, the heat treatment 
should preferably be carried out under such conditions that at least 7% shrinkage of the laminate takes 
place in at least its transverse direction, and it should generally be aimed at a higher shrinkage, such as 
12% or more. 

The use of the special transverse stretching method described as thefirst aspect of the invention is also 
30 advantageous. 

Similar to what is well known from high-strength cross-laminates made from uniaxially oriented films, 
the molecular weight is important as far as the strength is concerned, and generally the melt flow index of 
the polypropylene should not exceed 1 according to ASTM D 1238 condition L However, if the molecular 
weight distribution is particulary even, melt indices up to about 3—4 can be used with good result 
35 The stretch ratio should preferably not exceed 2.5:1 in any direction, and the optimum ratio is usually 
between 1.3—1.9, depending on the final use of the laminate. These values refer to the state when 
shrinkage has taken place (if shrinkage has been effected). < 

In a preferred embodiment of this second aspect of the invention the admixture comprises as its major 
component linear polyethylene. While for instance a highly branched polyethylene is less suitable, r.e.idue 
40 to the fact that its elongation at break at room temperature is substantially lower than; that of 
polypropylene, it has been found that the use of linear polyethylene in such admixture cooperates 
synergistically with the embedded fibrils of polypropylene (in the stretched and heat treated condition, as 
defined) to provide particularly advantageous mechanical properties. Furthermore, it has been found that 
the low stiffening temperature of polyethylene improves the low temperature performance of the laminate 
45 to a surprising extent, such that the very pronounced stiffening of polypropylene at temperatures below 
about 0°C in this case generally becomes an advantage rather than a disadvantage for the mechanical 
properties of the laminate. In this connection it is important that the admixture which remains soft at the 
low temperatures is not occluded but on the contrary forms embedment for the stiff polypropylene fibrils. 
. The linear polyethylene in this embodiment of the invention preferably is high density polyethylene of 
so a melt index according to ASTM D 1238 condition L not exceeding 0.2 and the admixture further comprises 
a softening component preferably an elastomer. 

Alternatively, the linear polyethylene can be low density linear polyethylene. Generally, its melt flow 
index (ASTM D 1238, condition E), should not exceed 5, and much lower melt flow indices are preferable. 
High molecular weight linear low density polyethylene, i.e., of a melt index not exceeding 0.2 (ASTM D 
55 1238 condition L) is particularly advantageous. 

The designation "lineary low density polyethylene" or "LLDPE" refers to polyethylene which is 
branched in controlled manner to achieve a high elongation at break. This controlled branching, as known, 
can be established, either by a high-pressure polymerization by using a suitable catalyst, or by 
copolymerization with a suitable branch-forming monomer, such as butene, pentene, hexene or octene, of 
60 which the latter is preferable in connection with the present invention. 

Advantageously, the polyethylene is selected so that its shrinkability at 100°C, in the oriented state, is 
higher than the corresponding shrinkability of the polypropylene. 

Under these circumstances, a special morphology will result. This morphology is characterized by 
twists or waves on the polypropylene fibrils with a twist or wave length of the order of 1 micron which can 
65 be observed in a scanning electron microscope. 
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presTetehTdton! 08 ' "** ° f th ' S S °™ Simi,arity with cement which is ~'»*wed with 

A third aspect of the invention relates to the manufacture of a laminate having properties which make 
the material particularly useful for the manufacture of heavy duty sacks Properties wh.cn make 

5 th e rmnnS° d accordin 9 ,0 . th , is as P ect comprises forming a laminate comprising at least two layers of a 

P° , y m !' i matenal, each layer having a fibrillar grain providing a predominant d Sn of 

nf 2£ f Ch Sa ' d ,3yer ' the l8yers bein 9 bonded ,0 one another with the said predominant S„, 
t ™ sver8 , e ,0 each othe '- ai * biaxially orienting the molecules of said la^Tre by stSng 
to of JS ™~ ^J?'"* un ' ax ' a ', StepS ' and the method is characterized in that the direction ol s P toabZ 

^ksmse srssr be biaxiaiiy orien,ed forms an an9,e ° f between « - 36? 

th=. A h SaCk us u ual| y has a width whi <* is much smaller than its length and has been made in such a manner 
DM e „IT„ a « h .! ne d i?K Ct '° n ? th , e the ™°P |a ^ becomes thl length direction of the sad? 

« is th?S5t?^ 8 ^f!f ha ". dlin9 ° f thefilled sack ' the most im P° rtant Performance factor 
is the yield point in its longitudinal direction. In case the filled sack is dropped the most imnortant 

tZSTTZ Ct T ^ r° Pa9ati0n Strength ' P uncture stre "9 th impaSngthZ att^?unde 
forces which mainly act in the transverse direction of the sack 

h„ J^f* be assun }? d that 8 laminat e in which the direction of splittability of each layer is lying relatively 

£ found mfmn„fnrthft ,ne t*?™: ^V 88 ' P r °P a 9 atlon resista "<* in the said directions has 
25 sack" determ,n,n 9 for the strength of a stitched seam in cross laminated film material, such as a sewn 

clos£; of d meTal adVant89e t0 ** f ° rmatl ° n ° f heat Sea,s in the manufacture and/or 

While the laminate can readily be formed into a tube with a glued or heat-sealed lonaitudinal seam 
having overlapping edges and a relatively low peel strength is sufficient!^ fn Trt tS S «m^S 

^ i^^SE"? t0 f ° ,d material t0 f ° rm ° Verlappin9 ed96S at the ^^SK o 
hea S£ MS^fn W ,S ^ ,mP ° rtant PraCtlca ' need for a h| 9 h ^rength film which readily can be 
Onf fn^t ? ?J° rm S6amS a ? r ° SS ,tS machine dlrection with a re ^'ting high peel strength 
One measure in this connection is the choice of a suitable surface layer on the laminate 
Another measure is the allowance of a substantial contraction of the laminate perpendicular to the 
35 seam that is parallel to the length of the sack, so that the increased thickness can compensate for the loss of 
molecular orientation caused by the heat-sealing. At the same time it is essential to limit the contraction of 
the laminate parallel to the direction of the seam which is perpendicular to the length of the sack 

It has now been found that the melt orientation of the molecules produced in connection with the 
extrusion (as distinguished from the subsequent biaxial orientation at a much lower temperature) plays a 
40 very important role for the contraction during heat sealing, and that consequently the use of relatively 
small angles between the machine direction and the directions of splittability (substantially coinciding with 
the direction of melt orientation) leads to substantially improved heat seals at the top and/or the bottom of 
the sack, in particular with respect to the impact actions when a filled sack is dropped. 

In this third aspect of the invention a heat treatment subsequent to the biaxial stretching is also highly 
45 preferable and similar to what is described in connection with the first aspect of the invention, the heat 
treatment should preferably be carried out under such conditions that at least 7% shrinkage of the laminate 
takes place in at least its transverse direction and it should generally be aimed at a higher shrinkage, such 

as 12% or more. 0 



The use of the special transverse stretching method in connection with the first aspect of the invention 
50 is also advantageous. The stretch ratio should preferably not exceed 2.5:1 in any direction and the 
optimum ratio is usually between 1.3-1.9 depending on the final use of the laminate. These values refer to 
the state when shrinkage has taken place (if shrinkage has been effected). 

In the practice of this third aspect of the invention, the choice of polymers and heat treatment which are 
disclosed above in connection with the second aspect of the invention are also advantageously used. 
55 Furthermore, this third aspect may advantageously be used in connection with the production of 
tammates produced in accordance with Claims 22 and 23 of the above mentioned British Patent 
Specification No. 1,526,722. According to these claims one unoriented two-ply laminate in which the layers 
exhibit criss-crossing directions of splitabilty is produced directly by coextrusion, using rotating die-parts. It 
has now been found that the properties of the final biaxiaiiy oriented laminate produced on the basis of this 
60 coextrusion method is substantially improved when the angles between the directions of splittability of 
each layer and the machine direction fall within the range 10°— 35° 
Finally, a further aspect of the invention concerns the conservation of the correct amount and kind of 
bonding between the cross-laminated films, even after a strong heat-treatment. 

The method according to the fifth aspect comprises forming a laminate from at least two separately 
65 extruded films of thermoplastic polymer material, each film comprising a) a main layer exhibiting a fibrillar 
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grain structure providing a predominant direction of splittability in each said film, and b) a second layer for 
controlling bonding strength, the films being bonded to one another with the said predominant directions 
of splittability transverse to each other, the second layer of one film facing the second layer of the other 
film, and biaxially orienting the molecules of said layers by stretching the layers in substantially uniaxial 

5 steps, the transverse stretching and the bonding being effected by applying pressure to the surface of the 
laminate along lines extending substantially in the longitudinal direction of the laminate to impart thereto a 
waved configuration, and in which main layers the fibrillar grain structure consists of highly crystalline 
polyp ropyene and/or high density polyethylene micro fibrils which are generally embedded in a matrix 
material predominantly consisting of low density polyethylene, and preferably a) said matrix material 

jo exhibits an elongation at break similar to or higher than that of the fibrilforming polypropylene or high 
density polyethylene when tested at room temperature under slow stretch, and b) said second layers 
mainly consist of branched polyethylene and exhibit a heat-seal temperature higher than 100°C and an 
elongation at break similar to or higher than that of fibrilforming polypropylene or high density 
polyethylene. 

is The branchsd polyethylene for the second layer preferably is LLDPE, to which there should usually be 

added about 35% or less of an elastomer, such as ethylene-propylene rubber. The matrix material may also 

conveniently be based on LLDPE. 

When the laminate so produced is heated up to about 100°C— either by a regular heat treatment as 

described e.g. under the first aspect of this invention, or because hot goods (e.g. hot cement) is packed in 
20 the laminate or in sacks made therefrom, the bonding strength will be maintained at the correct, not too 

high level, which is essential for the achievement of a high tear-propagation resistance. 

It is preferred to heat treat the laminate below the temperature at which the second layers heat-seal to 

each other. The matrix material used preferably has a melting range lower than that of said second iayer 

and the laminate is allowed to shrink, at least in one direction, during said heat treatment. 
25 The extruded films from which the laminate is produced may further comprise a surface layer which 

facilitates sealing of the laminate. Said layer can with advantage consist of plain or almost plain linearly low 

density polyethylene. 

According to the apparatus of the invention, at least one pair of intermeshing grooved rollers for 
transverse stretching of a laminate and rollers for longitudinally stretching said laminate are provided. 
30 At least one heated roller is mounted subsequently to said pair of grooved rollers for carrying out the 
heat treatment as claimed in Claim 1. 

It is preferred to place the heated roller in close proximity of the surface of one roller of said pair of 
grooved rollers to allow the laminate to be contacted with the surface of the heated roller immediately after 
having left said pair of grooved rollers. 
35 In this manner the fine waved configuration of the laminate is maintained during its travel from the pair 
of grooved rollers to said heated roller and the contracted laminate resulting from the following heat 
treatment exhibits very useful strength properties. 

One or more conveyor rollers are preferably arranged between the last pair of intermeshing grooved 
rollers and the said heated roller, the adjacent rollers in said assembly being in so close proximity to one 
40 another that the film is supported by a roller surface during substantially all of its travel from the last pair of 
grooved rollers to the heated roller. 

The invention will be further described with reference to Figure 1 of the drawings which schematically 
illustrates an apparatus for effecting the transverse stretching and heat treatment steps of the method of 
the invention. 

45 Figure 1 illustrates a roll 1 of a laminate 2, and 3 is a set of grooved rollers. The set of grooved rollers 3 
are mounted adjacent to an oscillating roller 4 mounted so close to a hot roller 5 that the laminate 2 is 
pressed against the surface of the hot roller 5 during short intervals. A cooling roller 6 is also mounted 
adjacent to the heated roller. The apparatus further comprises a set of take-off rollers 7 and a roll 8 of 
transversely stretched and heat treated laminate 9. 

so The operation of the apparatus illustrated is as follows: 

Laminate 2 is unwound from the roll 1 and is passed through the nip of the set of grooved rollers 3 in 
which the laminate is stretched in its transverse direction so as to impart thereto a waved configuration. 
Following the transverse stretching the laminate is contacted with the oscillating roller 4 and subsequently 
contacted with the hot roller 5. Due to the oscillating movement of the roller 4 relative to the hot roller 5 the 

55 heated laminate is free to shrink longitudinally. After leaving the hot roller 5 the laminate is cooled on 
cooling roller 6 and is subsequently wound so as to form a roll 8 after having passed through the nip of the 
set of take-off rollers 7. 

The invention will now be described in further detail with reference to the following examples. 
Example 1 

60 A series of 3-layered tubular films are extruded. Each film has a main layer in the middle, a layer for 
improved heat sealing on one surface and a layer for improved lamination on the other surface. The three 
layers form 75%, 15% and 10%, respectively, of the total film. 

The main layer consists of a blend (intimately pre-biended in a planetary screw extruder) of 
1) a so called "block-copolymer" of propylene and ethylene sold under the trade name "Hostaien 
65 1022", 
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2) an ethylene-propylene rubber sold under the trade name "Nordel 1500" 

3) a high molecular weight high density polyethylene sold under the trade 'name "Hostalen 9255 F' 
it rnntTnc^ho, t nnc/ ™ eltflow ! ndex °\ 04 according to ASTM D 1238 condition L and analysis shows tha 
mhhar 2 , w u hom °-P o| yP»?Pylene ( about 10% polyethylene and about 10% ethylene-propylene 

fV\ , A K, rUe block "«>l»«ymer is hardly detectable by the analysis, but it is very likely that there are 

ssrjsar sEsr ytene on the poiypropyiene which sesments asXt in 

Component 2 contains about 20% ethylene and exhibits some ethylene crystallinity and a melt index of 

fi £rfw m T Ured . ? 19 59 bu l ?* herwise underthe •»"» conditi ° Vs °* f *e above S i aItm 
specification (i.e., at "condition E" instead of "condition L") 

cond7rn P sTcomptem? nSitY ab ° Ut °* W " ° f 8b ° Ut 005 me8Sured under the same 

The blending ratios appear from the following Table 1: 

TABLE 1 
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TABLE 1 (cont.). 
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The layer for improved heat sealing consists of 70% "Hostalen 1022" and 30% "Nordel 1500". 
The layer for improved lamination consists of 50% "Hostalen 1022" and 50% "Nordel 1500". 
The extrusion temperature is 250°C and the blow ratio 1:1. 

Each of the tubular films is cut helically under an angle of 30° and two such films, each having a width 
of about 20 cm, are laminated and stretched with the layers for improved lamination facing one another. 
Initially, the lamination and simultaneous transverse stretching are effected by passing Ihe films six or 
seven times through the nip between a set of grooved rollers of the type shown in British Patent 
Specification No. 1 ,526,722, Figure 7. The division on each roller is 1 .8 mm, the width of each tip is 0.4 mm 
and the tip is circularly rounded. The intermeshing between the tips is 0.9 mm. The stretching is carried out 
at 35°C. 

Subsequently, each sample is stretched longitudinally at the same temperature by means of rollers. 

Stretch ratios are determined by printed marks. 

During the longitudinal stretching, the width is reduced significantly. 

Those samples (as will be described below) which are subjected to heat treatment are over-stretched in 
the longitudinal direction and finally further stretched in the transverse direction. The aim is that the heat 
treated samples should end at the same stretch ratios and square meter weight as those which are not heat 
treated. The pleated configuration created by this last transverse stretching is maintained in the. film. 

Heat treatment is then carried out at various temperatures on 60 cm long and 10 cm wide specimens 
which are carried forward and backward over a reciprocating heated roller during a period of 120 sec. and 
under a tension of 300 g. Different temperatures are tried. The specimens are brought in contact with the 
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roller they still have the p.eated configuration but the p.eats gradually disappear while the materia. 

tSSZ iSltt^SttEsz^ m , a , n9le of 450 instead °< 30 • 

c~rvi . J ¥, « ic " wcng mayerea. rne angles are as fo ows* +45° _Qn° vico 

«SS£ lSEF$!£1? 4 " ,8yered materia,S " With *^<^L an'dVrtneVby the 
80% "Hostalen 1022" 

20% linear low density polyethylene of melt index 1.0 and a density of 0 92 
The melt index is measured accordino to ASTM D 1 V.«n^vf L r , 
»C. ^curumg 10 AoTlvl D 1238 condition L except that the temperature is 



10 190°C. 
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between^ ™ ^ at 3 Vel ° cit V * W cm per minute and StSStLm of 50 mm 
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poiyeThVene^le'rwtse iSffifW ' " d " WhiCh C ° ntain different Percentages of 
diagrams of Figu resla™ 2 the 'vSK fe^ Th"''"* temperature of series being 80'C. In the 

As regard! the comparison Seen fhTsamo? 7vlS T^** t0 8 9aUge ° f 80 f m * 
transversely, and the similar samo^f whU w/AT.^ 'J" CSSence ' was not al,owed *» shrink 
shrunk film has esserrt X wX trans^^ P.onn f wed a s, 9 n J ficant shrinkage, the table shows that the 
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' Table^^ ° n , 8 """IT ° f fi,m —Positions, described in 

Place in continuous manner on a d l^m^htn J n 9 St ,f- P and the subsequent heat-treatment taking 
grooved rollers with feac* Mother is LCm^^E? U "U 9 ?' S stretchi "9 step, the intermeshing of thl 
no transverse tension In , the ffl m durino fh. h«? SU , Ch 9 "T* 6 ° f plea,i " 9 that there wil1 b * practicallj 
stretching disappear due to XteXrtZvsTs^T ^ a ' S ° S ° that 3,1 pleats produ <" d * this 

So' hSrSt 1"„ 3 clses ma°oe from ^ « " * ™ derata air 
angles of cutting have been tried sel Tabte 2 SP V CUt 6XtrUded tubular f™. Different 

80T A TheTaUreaT^ heat treatment is effected on a rol.er heated to 

fed in between ?he lasT^ 

treatment). This measure causes the "laminate to ^tnf^^Zf '^ precede ,ne rol,er for heat 
the transverse stretching beS , heTooled ro7e re Cr^ ft 'Vt- ,on 9! tudinal <*™9 
surface of one of these rollers and SUK^!2hI5lK S^ 9 ' ' l f minate f °" 0WS tne 
roller, the distance between these surfaces beir^ * SUrf8Ce ° f the hot 

pleats produced by the stretching between ft^^^^^^ 

transverse contraction on the hot roller ' remam tme and ev en so as to cause an even 

ve.oc^ofl^^ about ™ !«wer than the circumferential 

-oiler, gives the iBrnlnJa^^^^^^^ «™n atthe take-off from the hot 

STS-S^^ " 3 after ^ * is wound up. 

measuring the deform*™ o ^^JSStJ^^A^^^^ s 5 ep of the p ™*ss by 

The Th:i s diii; na, Tr.i: ra,io(i - e -'" 

have^lent Sb ^J^Si^^^ T!" °^ a - «^hi„g steps, which 
of the longitudinal IKi£to^b^S£ S^lEf* *? T tr ! atment, • The ad i"stment 

The different laminates thus produced are tested for 

a Elmendorf Tear Propagation Resistance according to BS 308 B (43 mm tear) 

b) Beach Puncture Resistance according to BS 4816:72 

c) Falling Dart Impact Strength according to ASTM 1709. 
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Description of the raw materials 

The melt flow index (m.f.i.) refers to ASTM D 1238 condition L (in case of polypropylenes) or condition 
E (in the case of polyethylenes or EPDM). 
"Dowlex 2045" 

LLDPE of density 0,920 and m.f.i.=1.0 
"Hostalen 9255 

HMHDPE of density about 0,95 and m.f.i.=about 0.05. 
"Hostalen 1050" 

homo-PP of mi. L =0.4. 
"Hostalen 1022" 

co-PP of m.f.i.=0.4 (further description see Example 1). 
"Novolen 1300E" 

gas phase-polymerized PP with about 20% contents of atactic PP, partly forming a block- 

copolymer with the isotactic PP. 
"Nordel 1500" 

EPDM of m.f.i.=about 0.3. 
EVA: 

An EVA containing about 20% vinylacetate and of m.f.i.=about 5. 
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Several of the samples were further tested for Elmendorf Tear Propagation Strength at -15°C. For the 
samples of composition R 407, R 414 and R 41 9, this gave the same results (within the ranges of accuracy of 
this method) as the test results at 20°C shown in table 2. This high performance at low temperatures is 
surprising in view of the high contents of polypropylene, but explicable by the microstructure, which 
5 comprises the microscopical to submicroscopical fibrils of stiff polypropylene which are almost entirely 
embedded in relatively soft polyethylene. 

A study of the tear resistance values in relation to the lamination angles (see Table 2) gives the result 
that the 45° laminates show a significant weakness (relatively speaking) in their 45° directions, i.e. parallel 
to the direction of grain in one of the layers, 
'o The same is not true for the 30° laminates, which generally show significantly higher all-over tear 
values, considering that the weakest direction generally determines the value of the laminate with respect 
to tear propagation resistance. 

An exception to the rule that the 45° laminates exhibit a relatively low tear propagation resistance 
along the 45° direction, is found in the composition R 407. The main layer (middle layer) of this composition 
is consists of HMHDPE and LLDPE in combination with a PP of significnatiy lower molecular weight than the 
HMHDPE, cf. claim 18. It is believed that the improved 45° tear strength in this case is due to the 
advantageous effects explained in the general description in connection with this claim. 

Finally, the compositions containing 100% LLDPE in the layers for sealing (i.e., R 402, 404, 407, 420, 
421, 422) have been found to form an adequate seal by ultrasonic sealing. The seal resists shear forces up 
20 to about 5 — 6 kp/2.5 mm and peel forces up to about 2 kp/2.5 mm. in this connection it is of importance that 
the seal layer and the matrix in the middle layer consist of essentially the same material, namely both of a 
low-density polyethylene type, while the fibrillar, discontinuous, embedded phase of the middle layer 
consists of the much higher melting polypropylene. 

25 Example 3 

High-strength laminates were produced from two compositions, both entirely consisting of HMHDPE 
and LLDPE, except for minor amounts of EPDM n the layer for improved lamination. The procedure was 
identical to that explained in Example 2, except that a prototype machine for full technical scale operation 
was used. 

30 In both cases, the extrusion temperature was 240°C, the angle of cutting 45°, the temperature of 
stretching 35°C, the temperature of the rollers for heat treatment 80°C, the time of heat treatment about 10 
sec. Two heated rollers were used, one after the other, and subsequently two cooling rollers. The final 
stretch ratio, measured after heat treatment, was about 1.4:1 in both directions. 

The entire stretching/lamination process including the heat treatment was operated in-line, the line 
35 comprising five transverse stretching stations, one longitudinal stretching station, and the last stretching 
station supplying the laminate with pleats for the "free-shrinkage" heat treatment. Between the last pair of 
grooved rollers and the first roller for heat treatment, and in close proximity to both, was an idle roller 
serving to keep the pleats fine and even. 

The transverse stretching ratio was controlled by adjustment of the intermeshing between the grooved 
40 rollers in each of the first five pairs of grooved rollers. 

As in Example 2, the intermeshing between the last pair of grooved rollers was adjusted to minimize 
the transverse tension during the heat treatment. 

The linearly velocity of the laminate at the exit from the stretching/lamination line was about 30 m/min. 
The composition of the films and the results of the laboratory testing appear from Table 3. 
45 The polymer designations and the test methods for impact, tear and puncture resistance are explained 
in Example 2 above. The other mechanical properties were determined from strain/stress curves taken for 
15 mm wide specimens, the initial distance between the draw-clambs being 50 mm. 

Strain/stress curves were taken as a modestly low velocity, namely 150 mm/min and at a very low 
velocity, namely 15 mm/min. The latter was tried in order to study the creep strength. 
so The yield tension (in Newton/mm 2 ) therefore was determined at each of the two velocities, while 
elongation at break (in %) and ultimate tensile tension (in Newton/mm 2 ) were determined only at the 
velocity 150 mm/min. 

The laminate prepared from composition R1 was further converted to open-mouth sacks on 
commercial sack-making machinery. It was first folded to a flat tube while being side-seamed by use of a 

55 commercial hot-melt adhesive, then cut into lengths while being heat-sealed transversely to form the 
bottom of the sack. This seam was made by simple impulse sealing (without any kind of folding or over- 
taping) but with the conditions of sealing optimized to allow maximum shrinkage in the longitudinal 
direction. The dimension of the sack was about 100 cmx50 cm. About 30 of such sacks were filled, closed 
by overtaping and drop-tested at minus 20°C in competition with sacks of similar size made from a 185 g/sq 

60 m low density polyethylene film of standard quality for sack production. By these tests the high-strength 
laminate was found to be clearly superior in spite of its much lower gauge. The weight of the high-strength 
laminate used for these bag tests was 80 g/sq m, in other words almost 2? times as light as the ordinary 
polyethylene sack material. 

65 
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Claims 

I. A method for preparing a high strength sheet material comprising forming a laminate comprising at 
least two layers of a thermoplastic polymer material, each layer having a fibrillar grain structure providing a 

s predominant direction of splittability in each said layer, the layers being bonded to one another with said 
predominant directions of splittability transverse to each other, and biaxially orienting the molecules of 
said layers by stretching the layers in substantially uniaxial steps, the transverse stretching being effected 
by applying pressure to the surface of the laminate along lines extending substantially in the longitudinal 
direction of the laminate to impart thereto a waved configuration, characterized in subjecting the biaxialiy 

10 oriented laminate to a heat treatment while allowing at least 7% shrinkage of the laminate to take place in 
at least its transverse direction, and in effecting the heat treatment by contacting a longitudinally pleated 
laminate with the surface of a hot body, whereby the laminate is fed onto the said surface in longitudinally 
pleated state, the pleating being limited to such extent that it becomes eliminated by the said shrinkage in 
the transverse direction. 

is 2. A method as in Claim 1, characterized in that said heated body is a hot roller. 

3. A method as in Claim 1, characterized in introducing onto the heated body a laminate having the 
configuration obtained during the last transverse stretching step. 

4. A method according to Claim 3, characterized in allowing the laminate to contract longitudinally 
during said last transverse stretching step. 

20 5. A method as in Claim 2, characterized in that air bubbles entrapped between the laminate and the 
surface of the hot roller are removed by squeezing while allowing the laminate to slide along the surface of 
the hot roller. 

6. A method as in Claim 5, characterized in subjecting the laminate to vibrations comprising short 
intervals during which the laminate is forced against the surface of the hot roller. 

25 7. A method as in Claim 1, characterized in that the thermoplastic polymer material consists of a blend 
of 40—85% by weight of polypropylene and 60—15% by weight of a lower melting or amorphous 
admixture which a) mainly consists of polyethylene incl. copolymers thereof, (b) exhibits substantially the 
same or a higher elongation at break than the said polypropylene when tested at room temperature under 
slow stretching, c) has a modulus of elasticity which at room temperature is equal to or lower than that of a 

30 blend of 90% polyethylene of a density of 0.95 and 10% EPR containing 25% ethylene and 75% propylene, 
and wherein at least the last 25% of the biaxial stretching measured on the area increase, is carried out 
below 50°C, subsequent step of heat treating the biaxially oriented laminate at a temperature higher than 
50°C, preferably at least 70°C is provided. 

8. A method as in Claim 7, characterized in that the stretch ratio in any direction and determined after 
35 shrinkage does not exceed 2.5:1. 

9. A method as in Claim 7, characterized in that the admixture comprises as its major component linear 
polyethylene. 

10. A method as in Claim 9, characterized in that the linear polyethylene is high density polyethylene of 
a melt flow index according to ASTM D 1238 condition E not exceeding 0.2 and that the admixture further 

40 comprises between 10 and 50% of a softening component, preferably an elastomer. 

II. A method as in Claim 7, characterized in that the linear polyethylene is linear low density 
polyethylene. 

12. A method as in Claim 11, characterized in that the melt flow index of said linear low density 

polyethylene, according to ASTM D 1238 condition E does not exceed 3. 
45 13. A method according to Claim 7, characterized by selecting the polyethylene so that its shrinkability 

at 100 P C, in the oriented state, is higher than the corresponding shrinkability of the polypropylene. 

14. A method according to Claim 7, characterized by admixing, as an alloying agent between the 

polypropylene and the polyethylene, minor amounts of a branched polypropylene, e.g. a copolymer of 

propylene and a polyolefin with 4 or more carbon atoms. 
50 15. A method as in Claim 1, characterized in that the direction of splittability in each layer of said layers 

of the laminate to be biaxially oriented forms an angle of between 10 and 35° with the machine direction of 

the laminate. 

16. A method as in Claim 15, characterized in that the stretch ratio in any direction and determined after 
shrinkage does not exceed 2.5:1. 

ss 17. A method as in Claim 1, characterized in that the laminate is formed from at least two separately 
extruded films of thermoplastic polymer material, each film having a) a main layer exhibiting a fibrillar 
grain structure providing a predominant direction of splittability in each said film, and b) a second layer for 
controlling bonding strength, the films being bonded to one another with the said predominant directions 
of splittability transverse to each other, the second layer of one film facing the second layer of the other 

60 film, and biaxially orienting the molecules of said layers by stretching the layers in substantially uniaxial 
steps, the transverse stretching and the bonding being effected by applying pressure to the surface of the 
laminate along lines extending substantially in the longitudinal direction of the laminate to impart thereto a 
waved configuration, and in which main layers the fibrillar grain structure consists of highly crystalline 
polypropylene and/or high density polyethylene micro fibrils which are generally embedded in a matrix 

65 material predominantly consisting of low density polyethylene and further characterized in a) that said 
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matrix material exhibits an elongation at break similar to or higher than that of the fihrilfnrmino 
° r hi9h d ? nSitV P 0| V eth V'ene when tested at room tempe atS undt Iw sih b2S 
" than inn°r * COnsis, 0f branched P°'Y«Mene and exhibit a heat-sea SJSSot h ghe? 

5 high ZSfi£SZZ£° tt 81 Simil8r t0 °' hiflh6r *" " at " PoTypmpftt 

at JL A S!2^^'5JSS^ by heattreatin9 the laminate be,ow the temperature 

lowJr 9 t'h A n m hl h ^ a " ordi "9 to Claim 1 8- characterized in that said matrix material has a melting ranqe 

,o 2Th2 tt 2S2T d second layer and the laminate is a,lowed to shrink - at least in « SERBS 

20. An apparatus only for carrying out the method as claimed in Claim 1 , comorisino at least one i»ir of 
S„ Shl " 9 Srooved rollers (3) for transverse stretching of a laminate JdSaW fo^Se to°K in2 

!ffSS£r!JK5f ized by at least one hea,ed roller (5) moumed -SSSStS 

15 n m v?m! A 1 a ^ arat ^ S 38 C 'x aimed in Claim 20 ' characterized in that said heated roller (5) is placed in close 
proximity to the surface of one of the rollers of said pair of rollers (3) P 

hPtw»»„ r a J? par . atus a u s c ' aimed in Claim 20, characterized in that at least one conveyor roller is arranaed 
„S sa d P air °' he '« Pair of grooved rollers (3) and said heated roller (5), and ha t the advent 

Patentanspruche 

30 minrt«yf rfahre " z " r " arstellun 9 aines hochfesten Bahnmaterials. mit der Bildung eines Laminats das 
fTefta kITZ^TZ: a " s H therm °P' aa ^chem Polymermaterial buI^^^S'S^ 
SS?!*!. 8 " fwe '^ d,e a,n vorherrschende Richtung der Spaltbarkeit in jeder genann en 
I™ • Sc i ,cn,en "I'ta-nander verklebt werden, und wobei die vorherrschenden nCS 

as SS^SZS^^ZT^"' Und biaXia ' en °"antierung der Molekute der Schfen 

°urcn Verstrecken der Schichten in im wesentlichen nicht axialen Schritten, wobei das ouerveririrfendP 
Verstrecken dadurch bewirkt wird, daB man Druck auf die Oberflache des U ™S£ Ltniw aSrinrt 
die s.ch ,m wesentlichen in Langsrichtung des Laminats erstrecken. urn diesen feine wet ae Ausbfldun^ 
. rn.tzute.tan, dadurch gekennzeichnet. daB man das biaxial orientierte Laminat einer W§ mebehanSunn 

40 S£ lalfTnd 7? mind rr 7 \ Sc ™P^9 Laminats mZ^SSSSSR 
Sells Laminafmlt l?nh d *- W K rmebe ^ an . d J Un9 d8durCh dur ahf0hrt, daB man ein in Langsrich ung 
nhfrfislt • ™ T m ' td ! r 0b arf"ache eines heiBen Korpers in Beruhrung bringt. wobei das Laminat der 
Oberflache .n in Langsrichtung gefalteltem Zustand zugefuhrt wird, wobei die Fihelunc . einem ^Lp„ 

TlrtZT W h d A daB Si ! dU : Ch , dfe Schrum P fu "9 " ^r Querric^gaSS S °' Chen 
I " aCh ^ A " s P ruch 2- dadurch sekennzeichnet, daB der beheizte Korper sine heiBe Walze ist 
45 3. Verfah en nach Anspruch 1, dadurch gekennzeichnet, daB man auf den aeheizterKdmB 6 rin 

efhTen ha! ^ AUSbi ' dUn9 die 68 Wahre " d des ^oZSSS^IZZ 

waning ^! hren ^ ^fP™ 0 " * dadurch gekennzeichnet, daB man das Laminat sich in Langsrichtuna 
wahrend des genannten, letzten Querverstreckungsschrittes zusammenziehen laBt "-angancmung 

50 a * Vf? if" T aCh Ans P mch 2 < dadurch gekennzeichnet, daB Luftblasen, die zwischen dem Laminat 
und der Oberflache der heiBen Walze eingeschlossen sind, durch Quetschen eXn wTrde TwaTrend 
man es dem Laminat ermoglicht, langs der Oberflache der heiBen Walze zu gleiten 
,J„.;'7 r ? n nach Anspruch 5, dadurch gekennzeichnet, daB man das Laminat Schwinqunqen 
55 wSi^ aUfWeiSe "' Wahrend W6lCher d8S Laminat dia ObemacherSen 

7. Verfahren nach Anspruch 1, dadurch gekennzeichnet, daB das das thermoolastische 
Polymermaterial aus einer Mischung von 40 bis 85 Gew,% an Polypropylen und 60 bi '15 GeT-% an efner 
niedrigschmelzenden oder a morphen Beimischung besteht, welche 

a) hauptsachlich aus Polyethylen inklusive dessen Kopolymeren besteht 

60 ko- n lm t wesentlicnen dieselbe oder eine h6here Bruchdehnung aufweist als das Polyproovlen wenn es 
bei Raumtemperatur unter langsamer Dehnung gepruft wird, roiypropyien, wenn es 

c) einen Elastizitatsmodul aufweist, der bei Raumtemperatur gleich oder niedriqer ist als iener ein^r 
KoS 9 ent U hi.t P0 ' Ve,hylen einef DiCHte V ° n °' 95 Und ' 0% EPR < SaS und 75% 

55 und wobei mindestens die letzten 25% der biaxialen Verstreckung, gemessen an der Flachenzunahme. bei 
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weniger als 50°C vorgenommen werden, wahrend der nachfolgende Schritt der Warmebehandlung des 
biaxial orientierten Laminats bei einer Temperatur vorgesehen ist, die hoher ist ais 50°C und bevorzugt 
mindestens 70°C betragt. 

8. Verfahren nach Anspruch 7, dadurch gekennzeichnet, daB das Verstreckungsverhaltnis in jeder 
5 Richtung und nach der Schrumpfung bestimmt nicht 2,5:1 uberschreitet 

9. Verfahren nach Anspruch 7, dadurch gekennzeichnet, daB die Beimischung als ihre 
Hauptkomponente lineares Polyethylen aufweist 

10. Verfahren nach Anspruch 9, dadurch gekennzeichnet, daB das lineare Polyethylen ein hochdichtes 
Polyethylen mit einem Schmelzstrdmungsindex nach ASTM D 1238, Zustand E, ist, der 0,2 nicht 

10 uberschreitet, und daB die Beimischung ferner zwischen 10 und 50% einer Weichmacherkomponente 
aufweist, bevorzugt eines Elastomers. 

11. Verfahren nach Anspruch 7, dadurch gekennzeichnet, daB das lineare Polyethylen lineares 
Polyethylen mit niedriger Dichte ist. 

12. Verfahren nach Anspruch 11, dadurch gekennzeichnet, daB der Schmelzstrdmungsindex des 
15 linearen Polyethylens mit niedriger Dichte nach ASTM D 1238, Zustand E, 3 nicht uberschreitet. 

13. Verfahren nach Anspruch 7, dadurch gekennzeichnet, daB man das Polyethylen so auswahlt, daB 
seine Schrumpfungsfahigkeit bei 100°C in orientiertem Zustand hoher ist als die entsprechende 
Schrumpfungsfahigkeit des Polypropylens. 

14. Verfahren nach Anspruch 7, dadurch gekennzeichnet, daB man als Legierungsmittel zwischen dem 
20 Polypropylen und dem Polyethylen kleinere Mengen an verzweigtem Polypropylen beimischt, 

beispielsweise ein Kopolymer des Propylen und ein Polyolefin mit 4 oder mehr Kohlenstoffatomen. 

15. Verfahren nach Anspruch 1, dadurch gekennzeichnet, daB die Richtung der Spaltbarkeit in jeder 
Schicht der Schichten des Laminats, das biaxial orientiert werden soil, einen Winkel von zwischen 10 und 
35° zur Bearbeitungsrichtung des Laminats biidet. 

25 16. Verfahren nach Anspruch 15, dadurch gekennzeichnet, daB das Verstreckungsverhaltnis in jeder 
Richtung und nach der Schrumpfung bestimmt 2,5:1 nicht uberschreitet. 

17. Verfahren nach Anspruch 1, dadurch gekennzeichnet, daB das Laminat aus mindestens zwei 
getrennt extrudierten Folien aus thermoplastischem Polymermaterial gebildet ist, wobei jede Folie 

a) eine Hauptlage hat, die eine faserige Kornstruktur aufweist, welche eine vorherrschende Richtung 
30 der Spaltbarkeit in jeder genannten Folie vorsieht, und 

b) eine zweite Schicht zum Kontrollieren der Klebefestigkeit hat wobei die Folien miteinander so 
verklebt werden, daB die vorherrschenden Richtungen der Spaltbarkeit quer zueinander verlaufen, die 
zweite Schicht des einen Films der zweiten Schicht des anderen Films zugewandt ist und man die Molekule 
der Schichten dadurch biaxial orientiert, daB man die Schichten in im wesentlichen einaxialen Schfitten 

35 verstreckt, und wobei die Querverstreckung und die Verklebung dadurch bewirkt wird, daB man auf die 
Oberflache des Laminats langs Linien einen Druck ausubt, die sich im wesentlichen in Langsrichtung des 
Laminats erstrecken, um diesem eine wellige Ausbildung mitzuteilen, und daB in diesen Hauptschichten 
die faserige Kornstruktur aus Mikrofibrillen aus hochkristallinem Polypropylen und/oder hochdichtem 
Polyethylen besteht, welche insgesamt in ein Matrixmaterial eingebettet sind, das vorwiegend aus 

40 Polypropylen mit niedriger Dichte besteht, und ferner dadurch gekennzeichnet, 

a) daB das Matrixmaterial eine Bruchdehnung aufweist, die ahnlich oder hoher als jene des die 
Fibrillen bildenden Polypropylens oder hochdichten Polyethylens ist, wenn dieses bei Raumtemperatur 
unter langsamer Dehnung gepruft wird, und 

b) daB die zweiten Lagen hauptsachtlich aus verzweigtem Polyethylen bestehen und eine 
45 Warmeverklebungstemperatur aufweisen, die hoher ist als 100°C, sowie eine Bruchdehnung, die ahnlich 

oder hoher ist als jene des die Fibrillen bildenden Polypropylens oder hochdichten Polyethylens. 

18. Verfahren nach Anspruch 17, dadurch gekennzeichnet, daB man das Laminat unter jener 
Temperatur warmebehandelt, bei welcher die zweiten Lagen miteinander warmeverkleben. 

19. Verfahren nach Anspruch 18, dadurch gekennzeichnet, daB das Matrixmaterial einen 
so Schmelzbereich aufweist, der niedriger ist als jener der zweiten Lage, und daB es dem Laminat wahrend 

der genannten Warmebehandlung gestattet ist, in mindestens der einen Richtung zu schrumpfen. 

20. Vorrichtung nur zur Durchfuhrung des Verfahrens nach Anspruch 1, mit mindestens einem Paar 
ineinander eingereifender, genuteter Walzen (3) zum Querverstrecken eines Laminats und Walzen (4) zum 
Langsverstrecken des Laminats, gekennzeichnet durch mindestens eine beheizte Walze (5), die dem Paar 

55 genuteter Walzen (3) nachfolgend angebracht ist. 

21. Vorrichtung nach Anspruch 20, dadurch gekennzeichnet, daB die beheizte Walze (5) in enger 
Nachbarschaft zur Oberflache einer der Walzen des Walzenpaars (3) angeordnet ist 

22. Vorrichtung nach Anspruch 20, dadurch gekennzeichnet, daB mindestens eine Forderwalze 
zwischen dem Paar oder dem letzten Paar genuteter Walzen (3) und der beheizten Walze (5) angeordnet ist, 

so und daB die benachbarten Walzen in der gennannten Anordnung in so enger Nahe zueinander angeordnet 
sind, daB das Laminat (2) wahrend im wesentlichen seiner gesamten Bewegung von dem Paar oder dem 
letzten Paar der genuteten Walzen (3) zur beheizten Walze (5) von einer Walzenflache getragen ist. 

23. Vorrichtung nach Anspruch 20, gekennzeichnet, durch eine Gegenwalze (6), die der beheizten 
Walze (5) benachbart angeordnet ist, um das Laminat (2) zu quetschen, um Luftblasen zu entschwarmen, 

65 die zwischen dem Laminat (2) und der Oberflache der beheizten Walze (5) eingeschlossen sind. 
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24. Vorrichtung nach Anspruch 23, gekennzeichnet, durch einen Schwingungsantrieb, urn die 
Gegenwalze (6) relativ zur beheizten Walze (5) vibrieren zu lassen. ■ 

Revendications 

5 

dJ^f^n U n ^ j^ f f b^iCa,i0 ' , ? Un mat6riaU e " feUille de rtsi8t »"« elevee, comprenant la formation 
nZ^t comportant au moms deux couches d'un materiau polymere thermoplastique, chaque couche 

CS„H?n K CtUre 3 9 u' n f fibrillaires determinant une direction predominate de capacite de 
10 dans chaque couche, les couches etant liees les unes aux autres alors que lesdites directions 

io predom.nantes de capacite de fracturation sont transversales les unes par rapport aux autres et 
I orientation biaxia e des molecules desdites couches en etirant les caches au cours Xpes 
SSSmTi? Un ' ax,ales ' ''^ge transversal etant realise en appliquant une pression sur la surface du 
Tnn« f, 1L 9 ? 9 4 neS 8 e ' e ? dant sensiblement dans la direction longitudinale du stratifie pour lui 
« „ «Z™ '°" f,gu ^ tl0n ° ndulee - caracterise par le fait que le stratifie oriente biaxialement est soumis a 
un tra.tement therm.que tout en permettant un retrait d'au moins 7% du stratifie dans au moins sa 

£2S2Z^ "i qU6 i e tr8i i ement thermique 6St rea,ise en amenant en contacfun s^atffii pHsse 
322 £™l T . VeC la , surface d un cor P s chaud, le stratifie etant aliments sur ladite surface a I'etat 

di ! rec«orffversate ent ' * ^ ^ m3niere SOit &M par ,edit ^ da "s la 

20 3 ESSE «i™ revend jP a «? n \ caracterise en ce que (edit corps chauffe est un rouleau chaud. 

3. Precede selon la revendication 1, caracterise par I'introduction sur le corps chauffe d'un stratifie 
ayant la conf.gurat.on obtenue pendant la demure etape d'etirage transversal. 

.„., ?° , Se '° n ^ revendicati °n 3, caracterise en ce que le stratifie est autorise a se contractor 
longitudinalement pendant ladite derniere etape d'etirage transversal « u »°™* a se contractor 

5 *tr Jfi/It * ^1 13 revendication 2 > caracterise en ce que des bulles d'air emprisonn6es entre le 
S? de 2 ^rfa?el d ro r e iu chtd d 6,imin " S C ° mpreSSi ° n *" aUt ° riS8nt » » !a 

m„£ ProCedaselon la revendication 5, caracterise en ce que le stratifie est soumis a des vibrations avec de 

30 7 P^ eS ? end . ant leSq ^ e ' S 16 SUaXiM est a PP' i *' ue a force contre la a "rface du rou3chaud 
30 7 Precede selon la revend.cation 1, caracterise en ce que le materiau polymere thermoplastiaue 
consiste en un melange de 40 a 85% en poids de polypropylene et de 60 a 15% en po ds "KSS "a 
fa.ble point de fusion ou amorphe qui a) est constitue principalement de polyethylene y comoris de^ 
copolymers de celui-ci. b) presente sensiblement le meme allongement a iVrupture ou un aZoemem 

35 C6lUi dU , dit , P°!yP ro Py |ene ^ a " d I' teste a la temperature amb ante et sou u fa°K eTage 

35 C ) presente un mo dule d . e | asticite qui> s |a temp6rature ambiante< est 6 , g ou w^rh&M d'un 

melange de 90% de polyethylene d'une densite de 0,95 et de 10% d'EPR covenant 25% d^thylenTe 75% 
de polypropylene, et dans lequel les derniers 25% au moikns de I'etirage biaxial, mesurS sur 
Hn C «°J^^ ent d f.i UrfaCe ' SOnt r ? a,ises a "-°essous de SOT, I'etape subsequent L traitemerthe^ique 
<o mofns 70=0 b,ax,a,enient etant ^ctuee a une temperature superieure a 50«C et de preference^ 

^t^^Ll!XT^^Z^ le rapport d '* ira9e dans une direction 

principa; 0 u C n ? ' CaraCtenSe 6 " 06 16 me,a " 9e COm P rend a " ta "« *» ^posant 

^ ha , ■tl°Hr r0 ^ d i S ?'.? n ^ a re X e " dication 9 - caract6ris6 en ce que I polyethylene lineaire est du polyethylene 
p» Jn t ,° nt 'i^" 56 d ecoulement a '' etat fondu selon ASTM D 1 238, condition E, ne depasse pas o"I 
Pr4 n rence q un ISSS " ^ ^ ,0 « *° % C ° mP ° Sant d ' a -"'-eme P nt, de 

so lineage d r rbt d ste S l°nsfte rcVendiCati0n ? ' CaraCt6riSe 06 QUe ' 6 « un polyethylene 

noiwlir,- 006 ? 6 Se '° n J a revandica «°n 11. caracterise en ce que I'indice d'6coulement * I'etat fondu dudit 
polyethylene lineaire basse densite selon ASTM D 1 238, condition E, ne depasse pas 3. 

13 Precede selon la revendication 7, caracterise par la selection du polyethylene de mani6re cue sa 
55 P ol^opJfen; traC,,0n 1 °°° C ' 8 '' etat ° rie " te ' SOit SUPerieUre 9 ' a ca P ac itede retraction corresjo^dante du 

14. Precede selon la revendication 7, caract6ris6 par le melange, sous forme d'un agent d'alliage entre 
le polypropylene et le polyethylene, de quantites mineures d'un polypropylene ramrfie, par exemple un 
copolymere de propylene et de polyoiefine a 4 atomes de carbone ou plus! exempie un 

15. Precede selon la revendication 1 , caracterise en ce que la direction de la capacite de fracturation de 
eo chaque couche desdites couches du stratifie a oriehter biaxialement forme un angle compris erS 10 et 

35 C avec la direction du stratifie dans la machine. 

n 1 ,Pirnn P , r0 , ( t d H S t el0nla / eVandicati0n 16 iJ caracterise en °e que le rapport d'etirage dans une direction 
quelconque et determine apres retrait ne depasse pas 2,5:1. 

« a 1? " Proc,§de S ?l°" ,a revendic ation 1, caracterise en ce que le stratifie est forme a partir d'au moins 
65 deux pelhcules dun materiau polymere thermoplastique extrude separement, chaque pellicule 
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comprenant a) une couche principale prSsentant une structure a grains fibrillaires determinant une 
direction pr£dominante de capacity de fracturation dans chacune desdites pellicules, et b) une seconde 
couche pour controler ta force d'adherence, les pellicules etant relives Tune a Tautre alors que lesdites 
directions predominantes de capacity de fracturation sont transversa les les unes par rapport aux autres, la 

5 seconde couche d'une pellicule etant face a la seconde couche de I'autre pellicule, et par I'orientation 
biaxiale des molecules desdites couches par etirage des couches au cours d'etapes sensiblement 
uniaxiales, I'etirage transversale et la liaison etant realises en appliquant une pression sur la surface du 
stratifie le long de lignes d'etendant sensiblement dans la direction longitudinaie du stratifie pour lui 
conferer une configuration ondulee, et dans lequel les couches principales a structure a grains fibrillaires 

10 consistent en des micro-fibril les d'un polypropylene crista 1 1 in elev£ ou d'un polyethylene haute densite, qui 
sont g^neralement noyees dans le materiau d'un matrice consistant de fagon predominante en un 
polyethylene basse densite, et caracterise en outre en ce que a) ledit materiau de la matrice presente un 
allongement a (a rupture qui est similaire a ou superieur a celui du polypropylene fibrillogene ou du 
polyethylene haute densite quand il est teste a temperature ambiante sous un etirage lent, b) en ce que 

15 lesdites secondes couches consistent principalement en un polyethylene ramifie et presentent une 
temperature de jonction a chaud superieure a 100°C et un allongement a la rupture semblable a ou 
superieur a celui du polypropylene fibrillogene ou du polyethylene haute densite. 

18. Procede selon la revendication 17, caracterise par un traitement thermique du stratifie au-dessous 
de la temperature a laquelle les secondes couches se lient Tune a I'autre par la chaleur. 

20 19. Procede selon la revendication 18, caracterise en ce que ledit materiau de la matrice presente une 
plage de fusion inferieure a celie de ladite seconde couche et le stratifie est autorise a se retracter, au moins 
dans une direction, pendant ledit traitement thermique. 

20. Dispositif pour mettre en oeuvre seulement le procede de la revendication 1, comprenant au moins 
une paire de rouleaux rainures (3) engrenant Tun dans I'autre en vue de I'etirage transversal d'un stratifie, 

25 et des rouleaux (4} pour I'etirage longitudinal dudit stratifie, caracterise par le fait qu'au moins un rouleau 
chauffee (5) est monte a la suite de ladite paire de rouleaux rainures (3). 

21. Dispositif selon la revendication 20, carcterise en ce que ledit rouleau chauffe (5) est place a 
proximite etroite de la surface de I'un des rouleaux de ladite paire de rouleaux (3). 

22. Dispositif selon la revendication 20, caracterise en ce qu'au moins un rouleau convoyeur est 
30 dispose entre ladite paire ou la derniere paire de rouleaux rainures (3) et ledit rouleau chauffe (5), et en ce 

que les rouleaux adjacents dans ledit ensemble sont si proches les uns des autres que le stratifie (2) est 
supporte par une surface de rouleau pendant sensiblement tout son parcours depuis ladite paire ou la 
derniere paire de rouleaux rainures (3) et le rouleau chauffe (5). 

23. Dispositif selon la revendication 20, caracterise par un contre-rouleau (6) situe proche du rouleau 
35 chauffe (5) pour comprimer ledit stratifie (2) de fagon a eiiminer les builes d'air emprisonnees entre le 

stratifie (2) et la surface du rouleau chauffe (5). 

24. Dispositif selon la revendication 23, caracterise par un mecanisme d'entrainement vibratoire pour 
faire fibrer ledit contre-rouleau (6) par rapport audit rouleau chauffe (5). 

40 



45 



50 



55 



60 



65 



17 



EP 0 090 380 B1 




3 



FIG.1 



1 



40" 



301 



20- 



10- 



n J 



40" 



30' 



20- 



10- 



55 40 



EP 0 090 380 B1 



5C 



FIG. 2 



— r 



70 



* YIELD H.D. 




YIELD CD. 

ENERGY M.D. 
ENERGY CD. 



80 



TEMP. °C 



X 



30- 



30- 



0 J 



20" 20" 



10" 10" 




10 



20 



30 



YIELD H.D. 



YIELD CD. 




ENERGY M.D. 



ENERGY CD. 



40 



-i TRUE PE 

50 



FIG. 3 



2 



1 



* * # 



* 4 



■ • ¥ 



■I * * f 



fr 1 



